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(54) Patch bag with patch containing high and low crystalinity ethylene copolymers 



(57) A patch bag has a heat-shrinkable patch 
adhered to a heat-shrinkable bag. The patch comprises 
an ethytene/alpha-olefin copolymer having a density 
greater than about 0.915 g/cm^, this copolymer being 
present in the patch in an amount of at least about 5 
percent, based on a total patch weight. The patch also 
comprises a heterogeneous ethylene/alpha-oteftn 
copolymer having a density of less than about 0.915 
g/cm , which Is also present in the patch in an amount 
of at least about 5 percent, based on total patch weight. 
In addition, the two ethylene/alpha-olefin copolymers 
nnake up at least 70 percent of the total patch weight. 
VLDPE is a preferred heterogeneous ethylene/alpha- 
olefin less than 0.915 g/cc, and LLDPE is a prefen-ed 
ethylene/alpha-olefin greater than 0.915 g/cc. The 
patch film can be selected to exhibit a total free shrink 
and/or bone-puncture resistance which is higher than 
either VLDPE or LLDPE alone. The patch film can be 
selected to exhibit Standard Rib Drop Test results (i.e., 
puncture-resistance in actual use) superior to other 
patch bags. 
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[0001] The present invention relates to the packaging of products in bags made from a puncture-resistant flexible 
film. More particularly, the present Invention relates to a patch bag. as well as processes of making patch bags. 

Background of the Invention 

r0002] various patch bags have been commercialized for the packaging of bone-in fresh meat products, especially 
E red meat products and other bone-in meat products, such as whole bone-in pork loins, etc. The patch reduces the 
likelihood of fllrS puncture from protruding bones. The patch needs to exhibit good resistance to bone puncture. Opti- 
mally the patch should also exhibit a relatively high free shrink at a relatively low temperature , 
0003] U.S. Patent No. 4.755,403. to Ferguson, discloses a patch bag having a ^--^'f ^ 
blend of linear low density polyethylene blended with ethylene vinyl acetate copolymer. U.S. Patent No 5,302,402, to 
D dcnhoeffer et a.., discToses'the use of various polymers, including very low ^-fL'^''^ h" d ^un^S^S 
shrinkable patch for a patch bag. AU-B-40238/95 (based on Australian applicat,on40238/95, published June 20, 1996) 
d slseTthe use of homogeneous ethylene/alpha-olefin copolymer in a patch for a patch ^^^^ ^--er^ 
desirable to provide a film which exhibits improved bone puncture resistance, especially in combination with relatively 
high free shrink. 

Summary of the Invention 

[0004] The present invention is directed to a patch exhibiting a desirable combination: high free shrink in combina- 
°on w th improved bone puncture resistance. It has been discovered that a patch film at least 70 -'^'9^^ ^T^^J^^^;;'^: 
s a combination of high crystallinity ethylene/alpha-olefin copolymer (such as LLDPE) and a low ^rystallmity heteroge- 
neous ethylene/alpha olefin copolymer (such as VLDPE), provides a patch exhibiting improved bone-puncture perform- 
ance ove^ for example a patch utilizing a blend of linear low density polyethylene wrth a minor proportion of 
ihylne V n^acetate copolymer. Pref eraWy, the patch film is made from a blend of 50 to 95 weigm percent VLDPE and 
5 to 50 weight percent LLDPE. Surprisingly, the bone puncture resistance of the VLDPE/LLDPE b end is greater than 
if either VLDPE alone or LLDPE alone are present as the bone-puncture resistant polymer. Moreover, the VLDPE- 
LLdJe blend if free of ethylene/vinyl acetate copolymer and/or homogeneous ethylene/alpha-olefin copolymer, can 
provide the patch with a greater bone-puncture resistance while also providing relatively high free shnnk at. fo example 
'8^0 Th'ans. even if the patch is made from a blend of VLDPE and LLDPE. if substantia, 
acetate copolymer and/or homogeneous ethylene/alpha-olefin copolymer are present in ^^^J^'-DJL^-^lL^^^^^^ 
bone-puncture resistance is lowered. Preferably, the heat-shrinkable patch film comprises a VLDPE-LLDPE blend, with 
less than 30 percent of EVA or homogeneous ethylene/alpha-olefin copolymer present in the P^";^ f""); 
rooosi AS a first aspect, the present invention is directed to a patch bag comprising a heat-shrinkab le patch 
adherld to a heat-shrinkable bag. ?he heat-shrinkable patch comprises a first heat-shrinkab.e film and the heat.shr.k- 
able bag comprises a second heat-shrinkable film. The first heat-shrinkable film comprises: (A a first componen com- 
prising an ethylene/alpha-olefin copolymer having a density greater than about 0-915 g/cm^ in - '^^^^^ 
about 5 percent, based on a total weight of the fi,3t film (preferably, at least 1 0 or 20 or 30 or 40 or ^0°^ 60 or 70 or 80 
or 90 or even up to 95 percent), and (B) a second component comprising a heterogeneous ^^^^V'^f ^ ^^^^f " 
ymer having a density of less than about 0.915 g/cm3. wherein the second component is present in the f, st f Hm in an 
amount of at least about 5 percent, based on a total weight of the first film (preferably at least 1 0 or 20 or 30 or 40 or 
50 or 60 or 70 or 80 or 90 or even up to 95 percent). The first and second components together make up at least 70 
percent of the total weight of the first film (preferably, at least 75 or 80 or 85 or 90 or 95 or even up to 1 0° P-=-^ J^^^^ 
Lt and second components can be present in the same layer of the first heat-shnnkable film. i.e.. as a blend. Alterna- 
tively the first film can be a multilayer film, with the first and second components present in separate layers. 
[00061 Preferably, the first heat shrinkable film has a layer containing a blend of the first component and the second 
component, wherein'ihe first component is present in the blend in an amount of from about 5 to 95 P-cent b^-^^^^^ 
the weight of the layer, and the second component is present in the blend in an amount of from about 5 to 95 percent 
bas^d on the weight of the layer, and wherein the first component and the second component together make up at least 

[O^t;'^^" in a ^retrdiro^enTt^e first film has a total free shrink, at 85X, of at least 35 percent. Preferably, 
the fifst film and/or the second film have a total free shrink, at 85°C, of at least about 45 percent 
[So08? in a preferred embodiment, the first film comprises a blend of very low density polyethylene ,n an amoun of 
from about 50 to 95 weight percent (preferably 60-95%. more preferably 70-80%). based on total blend weight, and lin- 
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ear low density polyethylene in an amount of from about 5 to 50 percent roreferahiv ^ 4no/ ^ , 

i at least 75%. 80%, 85% 90% or 95%) in a lavpr h=.,,in^ /,k ,! P^/'^®"'' '^^^^ °" '^^r weight (more preferably. 
0.6-4. 0.6-3. 0.8-2. ar,d 1-2 r^lsr ^ ^' ^'""^^ P^^'^^'^'V- 0-6-5. 

[0009] Preferably, the patch film has a total free shrink at ft«;or nf fr^rr, ok » c« 

more preferably, from about 50 percent to abou lOO dp r^nt 1!h ? ^ ^° ^^""^"^ '° '^0 percent; 

pe^ent. Prefeibly, the bag fi JhaTa tlftee shlra, 85°C^o^^^^^^ T T.? '""^ '° ^'"^"^ '° «° 
0 preferably, from about 50 percent to about 1 00 pe^ent and^^^^^ 1 Zh? f '° r*^""' '° ' ^° P'^"""^' '"^^^ 
[001 OJ Preferably, the patch exhibits a Standard nib nrnTrlt f ^* ^° P'^'^^"' '° ^"""^ «° P«^*=«"t. 

less than 40 percenter up'to and including S^ enrmo^^^^^^^^^^ 1^01^35 r^"' - ^"'^^^ 

30 percent H^'^cni;. more prereraDly, at most 35 percent; more preferably, at most 

blond can conprts, homogeneous othyl.neftioteTl „ oo^™^ oopolym.,. Alloro.Uv.l, end optionellv. the 

besod on blend »igt.- mor. prefereM, rom .bo! , T^^^^ °' ' "> ^ 

and mo,ep,.,e«,,',,on, eZ uo^boL^^^^^^^^^ '° ™"' '"^ ' ><> """"I P«"="«^ 

ceno. add,.., .„..»,o .,.n,^',ror;rrvSiS!„::s -^^^ 

in joTirrc rn7.r .^0- srrs's rr """" ""^^'^ - 

shrinkable film. Atthough the patch can be adhP^Jd tn th! ^ '=°'^P'''^^^ ^ ^^^=0"^ biaxlally-orlented. heat- 

rsr%rTr'"b""~*^-* 

IU015J The patch can be a monolayerfilm or a multllaver film Prefprahiv, tha r,=t^h fi 

of which comprises the blend and an innpr iaw«r ™ T'. ^^®'®'^'"y- Pa'<=h f"m comprises outer layers each 

the patch film. In aVaI.ernative preferrJ^emrodrm^^^^^^^ t comprising the blend are the outer film layers of 
Which also comprises the S Ti^felr^he oat^h n h f""^^— P"«- an intermediate layer 

=-n;;ir:r;~^^^ 

»,od„, o, ab'. ™ .0 aoi:- :ci:rbr .r isro^ ='r:,zio'"p.- 

Bn^fJlescnjDtio^ 



[0019] 

Figure 1 illustrates a lay-flat view of an end-seal patch bag 



FiauJe 3 iS™!!' ' '^^^^^-^^-"O"^' view of the patch bag of Figure 1 . taken through section 2-2 thereof 
Figure 3 illustrates a cross-sectional view of a muKilayer film for use In a preferred patch in ac^^JdTnce wrth the 
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present invention. 

Figure 4 illustrates a schematic view of a preferred process for making the multilayer film of Figure 3. 

Figure 5 illustrates a cross-sectional view of a multilayer film for use in a preferred bag in accordance with the 

FiSrry nSates a schematic view of a preferred process for making the multilayer filni of Figure 5. 
Figure 7 illustrates a lay-flat view of a "wide-patch" patch bag used in the Standard Rib Drop Test 
Figure 8 illustrates a cross-sectional view of the patch bag of Figure 7, taken through section 8-8 thereof. 

Detailed QescriPtion of the Invention 

[0020] AS used herein, the term "bag" fe inclusive of L-seal bags, side-seal bags, backseamed bags. Po^jje^- 
An L seal bag has an open top, a bottom seal, one side-seal along a first side edge, and a seamless M folded, 
Ensealed Scond side edge. A side-seal bag has a an open top. a seamless bottom edge, with each of its two side 
edgefhaLrg a seal therealng. Although seals along the side and/or bottom edges can be at -;y^^^^^^^^ 
seals of a type commonly referred to as "trim seate"), preferably the seals are spaced inward (preferably 1/4 to 1/2 inch 
more ortess) from the bag side edges, and preferably are made using a impulse-type heat sealing appara us. which 
utSizes a bar Which is quickly heated and then quickly cooled. A backseamed bag is a bag having an open top. a seal 
mnX the length of the bag in which the bag film is either fin-sealed or lap-sealed, two seamless side edges, and a 

ts':sed%^l"theThl'e^'St^ "heat-shrink" and the like refer to the tendency of a film, gen- 

LrX an orien'd fi'm to shrink upon the application of heat, i.e., to contract upon being heated, such that the size 
(area) of thTfflm decreases if the film is not restrained when heated. Likewise, the tension of a heat-shrmkable fHm 
nSses upon the application of heat rf the film is restrained from shrinking. As a corollary, the phrase "heat-con- 
ra'ed- re^^^^ film, or a portion thereof, which has been exposed to heat such that the filnr, or por- 

t on ?herLofTs n a heat-shrunken state, i.e.. reduced in size (unrestrained) or under Increased tension (restrained). 
Sefrr^bl tt^^ heat shrinkable film has a total free shrink (i.e., machine direction plus transverse direction)^ as meas- 
ureX AsTm D 2732, of at least as 5 percent at 1 85°C, more preferably at least 7 percent, still more preferably, at least 
in nprrent and vet Still more preferably, at least 20 percent. x . i 

0022 As used herein, the phrase "heterogeneous polymer- refers to polymerization reaction products of relative^ 
wide variation in molecular weight and relatively wide variation In composition distribution, i.e., typical polymers pre- 
^^^edX exampiruS conventional Ziegler-Natta catalysts. Heterogeneous copolymers typically contain a relatively 
wide variety of chain lengths and comonomer percentages. ,„iotiwoi>, 
mSai AS used here^. the phrase "homogeneous polymer" refers to polymerization reaction products of relatve y 
narfow molecular weight distribution and relatively narrow composition distribution. Honnogeneous PolV^^^ ^f^^^^^ 
JTvarTo^s layers of the multilayer film used In the present invention. Homogeneous polymers are structurally different 
Tmrteroge eoul polymers in that homogeneous polymers exhibit a relatively even sequencing of comonome^ 
Sin fcTam a mirroring of sequence distribution in all chains, and a similarity of length of all chains, i.e., a nan-ower 
mrcular weigrdiLZ?ion. Furthermore, homogeneous polymei. are typically prepared using metallocene. or other 
sinqle-site type catalysis, rather than using Ziegler Natta catalysts. . . ^ „ 

rotSai More particularly, homogeneous ethylene/alpha-olefin copolymers may be characterized by one or more 
prSelses known to those o skill in the art, such as molecular weight distribution (Mw/Mn). Mz/Mn. composition distn- 
' rn breadth index (CDBI). and narrow meKing point range and single melt point behavior^ The -o'-"'- -'3;*^^ 
tribution (Mw/Mn), also known as po.ydispersity. may be determined by f ' P^^^f^^^j" 
homogeneous ethylene/alpha-olefin copolymers useful In this invention generaHy has "^^'^J") "J '^^^^^^ 
ably from about 1 .9 to 2.5; more preferably, from about 1 .9 to 2.3. The <=<^rnpos.t,on distribution breadth index (CDBI of 
such homogeneous ethylene/alpha-olefin copolymers will generally be greater than about 70 percent. The CDBI is 
deJined ^the weight percent of the copolymer molecules having a comonomer content within 50 percent (re. . p us or 
mtus 5"=rof The median total molar comonomer content. The CDBI of linear polyethylene, which does not contain a 
comonome 1 defined to be 1 00<V». The Composition Distribution Breadth Index (CDBI) is determined via the technique 
o^pratui: Rising Elution Fractionation (TREF). CDBI determination c'ear-V distinguishes the homo^^^^^^^^^ 
ymers (narrow composition distribution as assessed by CDBI values generally above 70%) from VLDPEs available 
commerc^y which generally have a broad composition distribution as assessed by CDBI values gene^lly less than 
55% -^he CDBI of a copolymer is readily calculated from data obtained from techniques known m the art such as_for 
examole temperature rising elution fractionation as described, for example, in Wild et. al.. J. Poly. Sci. Poly. Phys. Ed. 
Vor20 p 4^1(^82) Preirably, homogeneous ethylene/alpha-olefin copolymers have a CDBI greater than about 
70% ?e rCDBI of from about 70% to 99%. In general, the homogeneous ethylene/alpha-olefin copolymers m the 
patch tTag ofSresent invention also exhibit a relatively narrow melting point range. In --P-^" ^'^'^ J^f.^^^?"^- 
ourcopdymers" i.e.. polymers having a CDBI of less than 55%. Preferably, the homogeneous ethylene/alpha-olefin 
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copolymers exhibit an essentially singular melting point characteristic, with a peak melting point (Tm) as determined 
by Drfferential Scanning Calorimetry (DSC), of from about 60=C to 1 1 0°C. Preferably the homogeneous copolymer has 
a DSC peak Tm of from about 80"C to lOO'C. As used herein, the phrase "essentially single melting point" means that 
at least about 80%. by weight, of the material corresponds to a single Tm peak at a temperature within the range of from 
about 60»C to 1 10°C. and essentially no substantial fraction of the material has a peak melting point in excess of about 
115 C, as detemiined by DSC analysis. DSC measurements are made on a Perkin Elmer System 7 Thermal Analysis 
System. Melting information reported are second melting data, i.e.. the sample is heated at a programmed rale of 
'° ^ '^'^P^^t"^^ below its critical range. The sample is then reheated (2nd melting) at a programmed rate 
of 1 0 C/min. The presence of higher melting peaks is detrimental to film properties such as haze, and compromises the 
I chances for meaningful reduction in the seal initiation temperature of the final film. 

[0025] A homogeneous ethylene/alpha-olefin copolymer can, in general, be prepared by the copolymerization of 
ethylene and any one or more alpha-olefin. Preferably, the alpha-olefin is a Cg-C^o alpha-monoolefin. more preferably 
a C4-C,2 alpha-monoolefin. still more preferably, a C4-C8 alpha-monoolefin. Still more preferably, the alpha-olefin com- 
pnses at least one member selected from the group consisting of butene-1 . hexene-1. and octene-1 i e 1-butene 1- 
hexene. and 1-octene. respectively Most preferably, the alpha-olefin comprises octene-1 , and/or a blend of hexene-1 
and butene-1. 

[0026] Processes for preparing and using homogeneous polymers are disclosed in U.S. Patent No 5 206 075 U S 
Patent No. 5.241 .031, and PCT International Application WO 93/03093. each of which is hereby incorporated by refer- 
ence thereto, in its entirety. Further details regarding the production and use of homogeneous ethylene/alpha-olefin 
copolymers are disclosed in PCT International Publication Number WO 90/03414, and PCT Intemational Publication 
Number WO 93/03093. both of which designate Exxon Chemical Patents, Inc. as the Applicant, and both of which are 
hereby incorporated by reference thereto, in their respective entireties. 

[0027] Still another genus of homogeneous ethylene/alpha-olefin copolymers is disclosed in U S Patent No 
5.272,236. to LAI, et. al.. and U.S. Patent No. 5,278,272. to LAI. et. al., both of which are hereby incorporated by refer- 
ence thereto in their respective entireties. Each of these patents disclose substantially linear homogeneous long chain 
branched ethylene/alpha-olefin copolymers produced and marketed by The Dow Chemical Company 
[0028] As used herein, the phrase "ethylene/alpha-olefin copolymer", and "ethylene/alpha-olefin copolymer* refer 
to such materials as linear low density polyethylene (LLDPE), and very low and ultra low density polyethylene (VLDPE 
and ULDPE); and homogeneous polymers such as metallocene catalyzed polymers such as EXACT<5> resins obtaina- 
ble from the Exxon Chemical Company, and TAFMER® resins obtainable from the Mitsui Petrochemical Corporation 
All these materials generally include copolymers of ethylene with one or more comonomers selected from C^ to C,„ 
alpha-olefin such as butene-1 (i.e., 1-butene). hexene-1 . octene-1 . etc. in which the molecules of the copolymers com 
pnse long chains with relatively few side chain branches or cross-linked structures. This molecular structure is to be 
contrasted with conventional low or medium density polyethylenes which are more highly branched than their respec- 
tive counterparts. The heterogeneous ethylene/alpha-olefins commonly known as LLDPE have a density usually in the 
range of from about 0.91 grams per cubic centimeter to about 0.94 grams per cubic centimeter Other ethylene/alpha- 
olefin copolymers, such as the long chain branched homogeneous ethylene/alpha-olefin copolymers available from the 
Dow Chemical Company, known as AFFINITY® resins, are also included as another type of homogeneous ethyl- 
ene/alpha-olefin copolymer useful in the present invention. 

[0029] In general, the ethylene/alpha-olefin copolymer comprises a copolymer resulting from the copolymerization 
of from about 80 to 99 weight percent ethylene and from 1 to 20 weight percent alpha-olefin. Preferably the ethyl- 
ene/alpha-olefin copolymer comprises a copolymer resulting from the copolymerization of from about 85 to 95 weiqht 
percent ethylene and from 5 to 15 weight percent alpha-olefin. 

[0030] As used herein, the phrase "very low density polyethylene" refers to heterogeneous ethylene/alpha-olefin 
copolymers having a density of 0.915 g/cc and below, preferably from about 0.88 to 0.915 g/cc As used herein the 
phrase "linear low density polyethylene" refers to, and is inclusive of, both heterogeneous and homogeneous eihyl- 
ene/alpha-olefin copolymers having a density of at least 0.91 5 g/cc. preferably from 0.91 6 to 0 94 g/cc 
[0031] As used herein, the phrases "inner layer- and "internal layer" refer to any layer, of a multilayer film having 
both of Its principal surfaces directly adhered to another layer of the film. 

[0032] As used herein, the phrase "outer layer" refers to any film layer of film having less than two of its principal 
surfaces directly adhered to another layer of the film. The phrase is inclusive of monolayer and multilayer films In mul- 
1 ayer fi ms there are two outer layers, each of which has a principal surface adhered to only one other layer of the mul- 
tilayer film. In nionolayer films, there is only one layer, which, of course, is an outer layer in that neither of its two principal 
surfaces are adhered to another layer of the film. 

[0033] As used herein, the phrase "inside layer" refers to the outer layer of a multilayer film packaging a product 
which IS closest to the product, relative to the other layers of the multilayer film. 

[0034] As used herein, the phrase "outside layer- refers to the outer layer, of a multilayer film packaging a product 
which IS furthest from the product relative to the other layers of the multilayer film. Likewise, the "outside surface" of a 
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bag is the surface away from the product being packaged within the bag. 

[0035] As used herein, the term "adhered" is inclusive of films which are directly adhered to one another using a 
heat seal or other means, as well as films which are adhered to one another using an adhesive which is between the 
two films- 

[0036] Although the films used in the patch bag according to the present invention can be monolayer films or mul- 
tilayer films, the patch bag comprises at least two films laminated together. Preferably, the patch bag is comprised of 
films which together comprise a total of from 2 to 20 layers; more preferably from 2 to 1 2 layers; and still more prefera- 
bly, from 4 to 12 layers. In general, the multilayer film(s) used in the present invention can have any total thickness 
desired, so long as the film provides the desired properties for the particular packaging operation in which the film is 
used, e.g. abuse-resistance (especially puncture-resistance), modulus, seal strength, optics, etc. 
[0037] Figure 1 is a lay-flat view of a preferred end-seal patch bag 20, in a lay-flat position, this patch bag being in 
accordance with the present invention; Figure 2 is a transverse cross-sectional view of patch bag 20, taken through sec- 
tion 2-2 of Figure 1 . Viewing Figures 1 and 2 together, patch bag 20 comprises bag 22, first patch 24, second patch 26, 
open top 28, and end-seal 30. 

[0038] Those portions of bag 22 to which patches 24 and 26 are adhered are "covered", i.e., protected, by patches 
24 and 26, respectively. Upper and lower end portions 32 and 34 (respectively) of bag 22 are preferably not covered by 
patch 24, for ease in producing end-seal 26, which is preferably made before a product is placed in the bag, as well as 
a top-seal (not illustrated) which is preferably made after a product is placed in the bag. Unless performed properly, 
heat-sealing through bag and patch 22 and patch 24 together can result in burn-through and/or a weaker seal. For a 
special process of sealing through the patch and bag together, see USSN 60/042664, in the name of DePoorter et al, 
entitled "PATCH BAG HAVING SEAL THROUGH PATCHES," filed April 4, 1997. the entirety of which is hereby incor- 
porated by reference thereto. 

[0039] Figure 3 illustrates a schematic view of a preferred film for use as the patch film in, for example, the patch 
bag illustrated in Figures 1 and 2. In Figure 3, multilayer film 36 has outer layers 38 and 40, intermediate layers 42 and 
44. and self-weld layers 46 and 48. 

[0040] Figure 4 illustrates a schematic of a preferred process for producing the multilayer film for use in the patch 
in the patch bag of the present invention, e.g. the patch film illustrated in Figure 3. In the process illustrated in Figure 4, 
solid polymer beads (not illustrated) are fed to a plurality of extruders 52 (for simplicity, only one extruder is illustrated). 
Inside extruders 52, the polymer beads are forwarded, melted, and degassed, following which the resulting bubble-free 
melt is fonwarded into die head 54, and extruded through annular die, resulting in tubing 56 which is 5-40 mils thick, 
more preferably 20-30 mils thick, still more preferably, about 25 mils thick. 

[0041] After cooling or quenching by water spray from cooling ring 58, tubing 56 is collapsed by pinch rolls 60, and 
is thereafter fed through irradiation vault 62 surrounded by shielding 64, where tubing 56 is irradiated with high energy 
electrons (i.e., ionizing radiation) from iron core transformer accelerator 66. Tubing 56 is guided through irradiation vault 
62 on rolls 68. Preferably, the irradiation of tubing 56 is at a level of from about 10 megarads ("MR"). 
[0042] After irradiation, irradiated tubing 70 is directed over guide roll 72, after which irradiated tubing 70 passes 
into hot water bath tank 74 containing hot water 76. The now collapsed irradiated tubing 70 is submersed in the hot 
water for a retention time of at least about 5 seconds, i.e., for a time period in order to bring the film up to the desired 
temperature, following which supplemental heating means (not illustrated) including a plurality of steam rolls around 
which irradiated tubing 70 is partially wound, and optional hot air blowers, elevate the temperature of irradiated tubing 
70 to a desired orientation temperature of from about 240°F-250=*R A preferred means for heating irradiated tubing 70 
is with an infrared oven (not illustrated), by exposure to infrared radiation for about 3 seconds, also bringing the tubing 
up to about 240-250°F. Thereafter, irradiated film 70 is directed through nip rolls 78, and bubble 80 is blown, thereby 
transversely stretching irradiated tubing 70. Furthermore, while being blown, i.e., transversely stretched, irradiated film 
70 is drawn (i.e., in the longitudinal direction) between nip rolls 78 and nip rolls 86, as nip rolls 86 have a higher surface 
speed than the surface speed of nip rolls 78. As a result of the transverse stretching and longitudinal drawing, irradiated, 
biaxially-oriented, blown tubing film 82 is produced, this blown tubing preferably having been both stretched at a ratio 
of from about 1:1.5-1:6, and drawn at a ratio of from about 1:1.5-1:6. More preferably, the stretching and drawing are 
each performed at a ratio of from about 1 :2 - 1 :4- The result is a biaxial orientation of from about 1 :2.25 - 1 :36, more 
preferably, 1 :4 - 1 :1 6. While bubble 80 is maintained between pinch rolls 78 and 86, blown tubing 82 is collapsed by rolls 
84, and thereafter conveyed through nip rolls 86 and across guide roll 88, and then rolled onto wind-up roller 90. idler 
roll 92 assures a good wind-up. 

[0043] Preferably, the stock film from which the bag is formed has a total thickness of from about 1 .5 to 5 mils; more 
preferably, about 2.5 mils. Preferably the stock film from which the bag is formed is a multilayer film having from 3 to 7 
layers; more preferably, 4 layers. 

[0044] Figure 5 illustrates a cross -sectional view of preferred multilayer film 1 1 0 for use as the tubing film stock from 
which bag 22 is formed. Multilayer film 1 1 0 has a physical structure, in terms of number of layers, layer thickness, and 
layer arrangement and orientation in the patch bag, and a chemical composition in terms of the various polymers, etc. 
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present in each of the layers, as set forth in Table I, below. 
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40 



45 



50 



55 



10 



Layer Designation 


Layer Function 


Layer Chemical Identity 


Layer Thickness (mils) 


112 


Outside and abuse layer 


90% EVA#1 
10% HOPE #1 


n CO 
U.oo 


114 


Op-Barrier layer 


96% VDC/MA#1; 

2% epoxidized soybean oil; and 

2% bu-A/MA/bu-MA terpolymer 


0.19 


116 


Puncture-resistant 


85% LLDPE #1 & 15% EBA #1 


1.15 


1 18 


Sealant and inside layer 


80% SSPE#1 
20% LLDPE #2 


0.48 



S MinL^ M H was DOWLEX® 2045 linear tow density polyethylene, obtained from the Dow Cherriical Company 
Chi r , n ^SCOR^'^E® '-L3003.32 nnear low density polyethylene, obtained from E^on 

Chem,ca Company of Baytown. Texas. SSPE#1 was AFFINITY® metallocene-catalyzed ethylene/octene copolymer 
Ob ained from The Dow Chemical Company, of Midland. Michigan. HOPE #1 was Fortiflex® T60-500-1 19 high density 
polyethylene, obtained from Solvay Polymers, of Deer Park. Texas. EVA No. 1 was ESCORENE® LD318 92 ethvl 
ene/vinyl acetate copolymer having a melt index of 2.0. a density of 0.930 g/cc, and a vinyl acetate mer content of 9 
percent, th.s resm being obtained from the Exxon Chemical Company. EBA No. 1 was SP1802 ethylene/butyl acrylate 

^Z27AR2l^iT^^^T ^"'S^'^^'tf ■ f^^"' Chemical Company, of Houston. Texas. VDC/MA No. 

1 was SARAN^ MA.134 v.nylidene chloride/methyl acrylate copolymer, obtained from the Dow Chemical Company 
The epoxidized soybean oil was PLAS-CHEK® 775 epoxidized soybean oil. obtained from the Bedford Chemical Divi- 
sion of Ferro Corporation, of Walton Hills. Ohio. Bu-A/MA/bu-MA terpolymer was METABLEN® L-1000 butyl acr- 
y ate/methyl methacrylate/butyl methacrylate terpolymer, obtained from Elf Atochem North America Inc of 2000 
Market Street, Philadelphia, Pennsylvania 19103. 

nT^' n "L"'"^'^^ ^ schematic of a preferred process for producing the multilayer film of Figure 5. In the 

process illustrated in Figure 6, solid polymer beads (not illustrated) are fed to a plurality of extruders 120 (for simplicity 
only one ex^rudens illustrated). Inside extruders 120, the polymer beads are fon«arded, melted, and degassed follow- 
In'riihinn 1 p! '^^^'^''^^^^'^■'^'^ f°"^arded into die head 122. and extruded through an annular die, resulting 

in tubing 1 24 which is 1 0 to 30 mils thick, more preferably 1 5 to 25 mils thick 

LT^L or quenching by water spray from cooling ring 126, tubing 124 Is collapsed by pinch rolls 128 

and IS thereafterfed through irradiation vault 130 surrounded by shielding 132, where tubing 124 is irradiated with high 
energy electrons (i.e., ionizing radiation) from iron core transformer accelerator 134. Tubing 124 is guided through irra- 
diation vault 1 30 on rolls 1 36. Preferably, tubing 1 24 is irradiated to a level of about 4 5 MR 

fTt^l "^T 'radiated tubing 138 is directed through nip rolls 140. following which tubing 1 38 is slightly 

infla ed. resulting ,n trapped bubble 142. However, at trapped bubble 142. the tubing is not significantly drawn longitu 

''inft,; H ''I '^^'^ "P^"^ "'P Furthermore, irradiated tubing 

1 38 IS inflated only enough to provide a substantially circular tubing without significant transverse orientation, i.e.. with 

OUT sireicmnQ. 

[0049] Slightly inflated, irradiated tubing 138 is passed through vacuum chamber 146. and thereafter forwarded 
through coating die 148. Second tubular film 150 is melt extruded from coating die 148 and coated onto slightly inflated 
iri^diated tube 138. to fomi two-ply tubular film 152. Second tubular film 150 preferably comprises an 0,-barrirr layer' 
which does not pass through the ionizing radiation. Further details of the above-described coating step are generally as 

roiir Aft '° ^""^ ^'^''^•^•'^ '"-^°-ted by reference thereto, in its entire^ 

[0050] After irradiation and coating, two-ply tubing film 152 is wound up onto windup roll 154. Thereafter windup 
rolM54 IS removed and installed as unwind roll 156, on a second stage In the process of making the tubing film as ult^ 
mately desired. Two-ply tubular film 152, from unwind roll 1 56, is unwound and passed over guide roll 1 58 aft^r which 
t K 1 71 ,'.o^ ''^'1^ "^^'^^ ""^'^ '^"^ containing hot water 162. The now collapsed, irradiated 

^ea^t lo^,"f !f " 'T^'^^'' ' 62 (having a temperature of about 210-F) for a retention time of ai 
east about 5 seconds, i.e., for a time period in order to bring the film up to the desired temperature for biaxial orienta- 
tion. Thereafter, irradiated tubular film 152 is directed through nip rolls 164, and bubble 166 is blown, thereby trans- 
versely stretching tubular film 152. Furthemiore. while being blown, i.e.. transversely stretched, nip rolls 168 draw 
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tubular film 152 in the longitudinal direction, as nip rolls 168 have a surface speed higher than the surface speed of nip 
rolls 164 As a result of the transverse stretching and longitudinal drawing, irradiated, coated biaxially-oriented blown 
tubing film 170 is produced, this blown tubing preferably having been both stretched in a ratio of from about 1 :1 .5 - 1 :6, 
and drawn in a ratio of from about 1 :1 .5-1 :6. More preferably, the stretching and drawing are each performed a ratio of 
from about 1 -2 - 1:4. The result is a biaxial orientation of from about 1:2.25 - 1:36. more preferably, 1:4-1:16. While 
bubble 166 is maintained between pinch rolls 164 and 168, blown tubing film 170 is collapsed by rolls 172, and there- 
after conveyed through nip rolls 168 and across guide roll 174, and then rolled onto wind-up roll 176. Idler roll 178 
assures a good wind-up. 

[0051] Figure 7 is a schematic illustration of another preferred patch bag 180 substantially in its lay-flat configura- 
tion this patch bag being a "wide patch" patch bag. This is the bag used in the Standard Rib Drop Test set forth below. 
Figure 8 illustrates a cross-sectional view of patch bag 180 taken through section 8-8 of Figure 7. Viewing both Figures 
7 and 8 patch bag 180 comprises bag 182 having end-seal 184, open top 186, first side-edge 188, and second stde- 
edge 1 90 Adhered to the outside surface of bag 1 80 are first patch 1 92 and second patch 1 94. First patch 1 92 has first 
overhang 196, which overhangs first side edge 188, and second overhang 198, which overhangs second side edge 
190 Second patch 194 has third overhang 200, which overhangs first side edge 188 and is adhered to first overhang 
1 96 and fourth overhang 202 which overhangs second side edge 1 90 and is adhered to second overhang 1 98. Thus, 
over the length of bag 1 82 on which first patch 1 92 and second patch 1 94 are adhered, the full width of bag 1 82 is "cov- 
ered" by the combination of patches 1 92 and 1 94, i.e., together, patches 1 92 and 1 94 constitute a "full width" coverage 
of bag 1 82. End portions 204 and 206 of bag 1 82 are not covered by patches 1 92 and 1 94, in order that strong seals 
can be made through bag 182, without having to seal through bag both of patches 1 92 and/or 194. 
[0052] The polymer components used to fabricate multilayer films according to the present invention may also con- 
tain appropriate amounts of other additives nornnally included in such compositions. These include antiblocking agents 
(such as talc) slip agents (such as fatty acid amides), fillers, pigments and dyes, radiation stabilizers (including antioxi- 
dants) fluorescence additives (including a material which fluoresces under ultraviolet radiation), antistatic agents, elas- 
tomers, viscosity-modifying substances (such as fluoropolymer processing aids) and the like additives known to those 
of skill in the art of packaging films. , • ^ 

[0053] The multilayer films used to make the patch bag of the present invention are preferably irradiated to induce 
crosslinking, as well as corona treated to roughen the surface of the films which are to be adhered to one another. In 
the irradiation process, the film is subjected to an energetic radiation treatment, such as corona discharge, plasma, 
flame ultraviolet, X-ray, gamma ray, beta ray, and high energy electron treatment, which induce cross-linking between 
molecules of the irradiated material. The irradiation of polymeric films is disclosed in U.S. Patent NO. 4,064,296, to 
BORNSTEIN, et. Al., which is hereby incorporated in its entirety, by reference thereto. BORNSTEIN, et. Al. Discloses 
the use of ionizing radiation for crosslinking the polymer present in the film. 

[0054] Radiation dosages are referred to herein in terms of the radiation unit "RAD", with one million RADS, also 
known as a megarad, being designated as "MR", or, in terms of the radiation unit kiloGray (kGy), with 10 kiloGray rep- 
resenting 1 MR, as is known to those of skill in the art. A suitable radiation dosage of high energy electrons is in the 
range of up to about 1 6 to 1 66 kGy, more preferably about 40 to 90 kGy, and still more preferably, 55 to 75 kGy. Prefer- 
ably irradiation is carried out by an electron accelerator and the dosage level is determined by standard dosimetry proc- 
esses. Other accelerators such as a van der Graaf or resonating transfomner may be used. The radiation is not limited 
to electrons from an accelerator since any ionizing radiation may be used. 

[0055] As used herein, the phrases "corona treatment" and "corona discharge treatment" refer to subjecting the 
surfaces of thennoplastic materials, such as polyolefins, to corona discharge, i.e.. the ionization of a gas such as air in 
close proximity to a film surface, the ionization initiated by a high voltage passed through a nearby electrode, and caus- 
ing oxidation and other changes to the film surface, such as surface roughness. 

[0056] Corona treatment of polymeric materials is disclosed in U.S. Patent No. 4,120,716, to SONET issued Octo- 
ber 17, 1978, herein incorporated in its entirety by reference thereto, discloses improved adherence characteristics of 
the surface of polyethylene by corona treatment, to oxidize the polyethylene surface. U.S. Patent No. 4,879,430, to 
HOFFMAN, also hereby incorporated in its entirety by reference thereto, discloses the use of corona discharge for the 
treatment of plastic webs for use in meat cook-in packaging, with the corona treatment of the inside surface of the web 
to increase the adhesion of the meat to the adhesion of the meat to the proteinaceous material. Although corona treat- 
ment is a preferred treatment of the multilayer films used to make the patch bag of the present invention, plasma treat- 
ment of the film may also be used. 

[0057] Laminating the patch to the bag can be accomplished by a variety of methods, including the use of an adhe- 
sive corona treatment, or even heat sealing. Adhesives are the preferred means for accomplishing the lamination. 
Examples of suitable types of adhesives include thermoplastic acrylic emulsions, solvent based adhesives and high sol- 
ids adhesives ultraviolet-cured adhesive, and electron-beam cured adhesive, as known to those of skill in the art. A pre- 
ferred adhesive is a thermoplastic acrylic emulsion known as RHOPLEX® N619( thermoplastic acrylic emulsion, 
obtained from the Rohm & Haas Company, at Dominion Plaza Suite 545, 17304 Preston Rd., Dallas. Texas 75252, 
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Rohm & Haas having headquarters at 7th floor, Independence Mall West, Philadelphia, Penn. 19105. 
[0058] Turning next to preferred embodiments of the film from which the patch is made, while the first component 
can be a homogeneous ethylene/alpha-olefin copolymer or a heterogeneous ethylene/alpha-olefin copolymer, prefera- 
bly the first component comprises a heterogeneous ethylene/alpha-olefin copolymer. Preferably, the first component 
5 comprises an ethylene/alpha-olefin copolymer having a density of at least about 0.915 g/cm^; more preferably, greater 
than about 0.916. more preferably, greater than about 0.917; more preferably, greater than about 0.918; more prefera- 
bly, greater than about 0.919; more preferably, greater than about 0.920, Preferably, the first component comprises an 
ethylene/alpha-olefin copolymer having a density of less than about 0.960 g/cm^ more preferably, less than about 

0. 940; more preferably, less than about 0.935; more preferably, less than about 0.930; more preferably, less than about 
10 0.928; and more preferably less than about 0.926. 

[0059] Although the first and second components are preferably present as a blend, they can alternatively be 
present in separate film layers. Preferably, the first film comprises the first component in an amount less than about 
90%, based on the weight of the first film; more preferably, less than about 80%; more preferably, less than about 70%; 
more preferably, less than about 60%; more preferably, less than about 50%. Preferred ranges include 10-90%, 10- 

75 50%, 10-40%, and 20-30%. 

[0060] Preferably, the first component comprises an ethylene/alpha-olefin copolymer which is a copolymer of ethyl- 
ene and at least one member selected from the group consisting of C3'C2o olefin; more preferably, a C3-C20 alpha- 
monoolefin, more preferably, a C4-C12 alpha-monoolefin, still more preferably, a C^-Cq aipha-monoolefin. Still more 
preferably, the alpha-olefin comprises at least one member selected from the group consisting of butene-1 , hexene-1 , 

20 and octene-1, i.e., 1-butene. 1-hexene, and 1-octene, respectively Preferably, the alpha-olefin comprises octene-1, 
and/or a blend of hexene-1 and butene-1- The first component can comprise an ethylene/alpha-olefin copolymer con- 
taining ethylene mer and mers of at least two different comonomers in addition to ethylene mer 

[0061] Preferably, the second component comprises a heterogeneous ethylene/alpha-olefin copolymer having a 
density of less than about 0.915 g/crvP. In one embodiment, the ethylene/alpha-olefin copolymer has a density of less 

25 than 0.914; more preferably less than about 0.913; more preferably, less than about 0.910; more preferably, less than 
about 0.908; more preferably, less than about 0.906; more preferably, less than about 0.904; more preferably, less than 
about 0.902; more preferably, less than about 0.900; more preferably, less than about 0.898; more preferably, less than 
about 0.895; more preferably, less than about 0.890; more preferably, less than about 0.885; and more preferably, less 
than about 0.88. Preferred density ranges include 0.88 to 0.915, 0.89 to 0.915, 0.90 to 0.915, 0.900 to 0.912. and 0.900 

30 to 0.91 0 g/cc. Some examples of resins that can be used as the second component include various ATTANE® potyrriers 
from Dow Chemical (e.g., ATTANE® 4203) and polymers referred to as ULDPE/VLDPE, made by Union Carbide Chem- 
icals and Plastics Company (e.g., DFDA 1 137). 

[0062] Preferably, the second component contains an ethylene/alpha-olefin in which the alpha-olefin comonomer 
comprises at least one comonomer selected from the group consisting of C3-C20 olefin; more preferably, C3-C20 alpha- 
35 monoolefin, more preferably, C4-C^2 alpha-monoolefin, still more preferably, C4-C8 aipha-monoolefin. Preferably, the 
alpha-olefin comprises at least one member selected from the group consisting of butene-1, hexene-1 , and octehe-1 , 

1. e., 1-butene, 1-hexene, and 1-octene, respectively. Preferably, the alpha-olefin comprises octene-1, and/or a blend of 
hexene-1 and butene-1. The second component can comprise an ethylene/alpha-olefin copolymer consisting of two or 
more comonomers. 

40 [0063] Preferably, the second component is present in the first film in an amount of from about 5 to 95 weight per- 
cent, preferably 30-95. 50-90, 60-90, and 70-80 weight percent. 

[0064] In a preferred embodiment, the first film comprises a first layer which comprises a blend of the first compo- 
nent and the second component, each having a chemical composition as described supra. In one embodiment, the first 
layer comprises the first component in an amount of at least about 5 percent, based on total blend weight. Preferably, 
45 the blend comprises the first component in an amount of from about 5-70%, more preferably 10-50%, more preferably 
1 0-40%, and more preferably 20-30%. In this same embodiment, the first layer preferably comprises the second com- 
ponent in an amount of at least about 5 percent, based on total blend weight. Preferably, the blend comprises the sec- 
ond component in an amount of from about 30-95%, more preferably 50-90% percent, more preferably 60-90%, more 
preferably 70-80%. 

50 [0065] While the first layer can be an outer layer or an inner layer; preferably, it is an outer layer. The first layer as 
described above preferably has a thickness of from about 0.001 to about 0.2 mm; more preferably, from about 0.003 
mm to about 0.2 mm; more preferably, from about 0.005 mm to about 0.15 mm; more preferably, from about 0.007 to 
about 0.15 mm; more preferably, from about 0.01 mm to about 0.15 mm; more preferably, from about 0.015 mm to about 
0.15 mm; more preferably, from about 0.02 mm to about 0.1 0 mm; more preferably, from about 0.03 mm to about 0.08 

55 mm; more preferably, from about 0.04 mm to about 0.08 mm; and most preferably from about 0.04 mm to about 0.06 
mm. Generally, the thickness of the first layer is from about 1 to about 100%, based on the total thickness of the multi- 
layer film; more preferably, from about 5 to about 1 00%; more preferably, from about 10 to about 40%; more preferably, 
from about 20 to about 100%; and more preferably, from about 25% to about 100%. In one preferred embodiment, the 
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first layer has a thickness of at least about 10%; more preferably, at least about 20%; more preferably, at least about 
30%; more preferably, at least about 40%; more preferably at least about 50%; more preferably, at least about 60%; 
more preferably at least about 70%; more preferably at least about 80%, and more preferably at least about 90%, 
based on the total thickness of the multilayer film. 

5 [0066] Preferably the first layer contains one or more polymers having a melt index of from about 0.3 to about 50; 
more preferably from about 0.5-20; more preferably from about 0.5-10, more preferably from about 0.5-5, more prefer- 
ably from about 0.5-3, more preferably from about 0.7-2, more preferably from about 0.7-1,5, and more preferably from 
about 0.7-1 .2 (as measured by ASTM D1238; the teaching of which is hereby incorporated, in its entirety, by reference 
thereto). Preferably the first component comprises a polymer having a melt index of less than about 5, more preferably 

10 less than about 3; more preferably less than about 2.5; more preferably less than about 2.0; more preferably less than 
about 1.5, more preferably less than about 1.3; and more preferably less than about 1.2. In some embodiments, it is 
preferable that the first component comprises a polymer having a melt index of less than about 1 , more preferably, less 
than about 0.9. 

[0067] Preferably the second component comprises a polymer having a melt index of from about 0.3-50, more pref- 
15 erabty from about 0.5-20; more preferably from about 0.5-1 0, more preferably from about 0.5-5, more preferably from 
about 0.5-3, more preferably from about 0.7-2, more preferably from about 0.7-1 .5, and more preferably from about 0.7- 
1 .2. Preferably the second component comprises a polymer having a melt index of less than about 5, more preferably 
less than about 3; more preferably less than about 2.5; more preferably less than about 2.0; more preferably less than 
about 1.5, more preferably less than about 1.3; and more preferably, less than about 1.2. In some embodiments, it is 
20 preferable that the second component comprises a polymer having a melt index of less than about 1 , more preferably 
less than about 0,9, 

[0068] While the first film could be a monolayer film, preferably, the first film comprises a second layer, in addition 
to the first layer described above. This second layer preferably comprises at least one member selected from the group 
consisting of polyolefm, polystyrene, polyamide, polyester, and polyurethane; more preferably a polyolefin. The second 

25 layer preferably comprises at least one member selected from the group consisting of polyethylene homopolymer, pol- 
yethylene copolymer, polypropylene homopolymer, polypropylene copolymer, polybutene homopolymer, polybutene 
copolymer. The polyolefin can be a homogeneous polyolefin or a heterogeneous polyolefin. Preferably, the polyolefin 
includes at least one member selected from the group consisting of ethylene/alpha-olefin copolymer, ethylene/unsatu- 
rated ester copolymer, and ethylene/unsaturated acid copolymer. The preferred ethylene/alpha-olefin copolymers are 

30 as described supra in the description of the first layer However, in a preferred embodiment, the second layer comprises 
a self-welding polymer, preferably having a melting point of less than 125=*C, more preferably less than 110°C, more 
preferably less than 100^C, more preferably less than 90°C, more preferably less than 85°C, and more preferably less 
than BO^C. While the second layer could be an inner layer or an outer layer, preferably the second layer is an inner 
layer.. 

35 [0069] The second layer, as described above, preferably has a thickness of from about 0.001 to about 0.2 mm; 
more preferably from about 0.003 to about 0.2 mm; more preferably from about 0.005 to about 0.15 mm; more prefer- 
ably from about 0.007 to about 0.15 mm; more preferably from about 0.01 mm to about 0.10 mm; more preferably from 
about 0.015 mm to about 0.1 0 mm; more preferably, from about 0.02 mm to about 0.07 mm; more preferably, from about 
0.03 mm to about 0.07 mm; more preferably from about 0.03 mm to about 0.05 mm. Generally the thickness of the sec- 

40 ond layer is from about 1 to about 95% based on the total thickness of the multilayer film; more preferably from about 5 
to about 95%; more preferably from about 10 to about 95%; more preferably from about 20 to about 95%, and more 
preferably from about 25 to about 95%. If the second layer does not comprise an ethylene/alpha-olefin copolymer, pref- 
erably it has a thickness of less than 30%, more preferably less than 20%, and more preferably less than 10%, based 
on total film thickness. 

45 [0070] Preferably the second layer contains at least one polymer having a melt index of from about 0.3 to about 50, 
as measured by ASTM D1238; the teaching of which is hereby incorporated, in its entirety, by reference thereto; more 
preferably from about 0,5 to about 20; more preferably from about 0.7 to about 1 0; even more preferably from about 1 
to about 8; and, more preferably from about 1 to about 6. 

[0071] Optionally the first film can comprise a third layer, the third layer having a thickness and composition as 
50 described above in the description of the second layer Optionally the first film can further comprise a fourth layer and/or 
a fifth layer, these having a thickness and composition as described above in the description of the second layer. 
[0072] Preferably the first film has a transverse direction free shrink at 85°C of at least about 5%; more preferably 
at least about 8%; more preferably, at least about 10%; more preferably, at least about 15%; more preferably, at least 
about 18%; more preferably at least about 20%; more preferably, at least about 22%; more preferably, at least about 
55 24%; more preferably at least about 26%; more preferably at least about 28%; more preferably, at least about 30%; and 
more preferably at least about 32%. 

[0073] Preferably the first film has a longitudinal direction free shrink at 85^0 of at least 5%; more preferably at 
least 8%; more preferably at least 10%; more preferably, at least 12%; more preferably at least 14%; more preferably 
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at least about 1 6%; more preferably, at least about 1 8%; more preferably, at least about 20%; and more preferably at 
least about 22%. 

[0074] Preferably, the first film has a total free shrink at 85°C (i.e., L+T at SSX) of at least 5%, more preferably at 
least 10%. more preferably at least 20%. more preferably at least 25%, more preferably at least 30%, more preferably 
at least 35%. more preferably at least 40%, more preferably at least 50%, more preferably, at least 52%, more preferably 
at least 54%, more preferably at least 56%, more preferably at least 58%. and more preferably at least 60% 
[0075] The first film of the present invention preferably has a total thickness of from about 0 01 to about 0 25 mm 
more preferably from about 0.03 to about 0.20 mm, more preferably from about 0.04 to about 0 18 mm even more pref- 
erably from about 0.06 to about 0.16 mm; more preferably, from about 0.07 to about 0.14 mm; more preferably from 
' about 0.07 to about 0.13 mm: more preferably, from about 0.07 to about 0.12 mm; more preferably, from about 0 07 to 
about 0. 1 1 mm; and more preferably from about 0.07 to about 0. 1 0 mm. Preferably, the first film has a thickness of less 
than about 0.2 mm. more preferably, less than about 0.18 mm; more preferably, less than about 0.16 mm- more prefer- 
ably, less than about 0.14 mm; more preferably, less than about 0.13 mm; and more preferably, less than about 0 12 
mm; and more preferably, less than about 0.1 1 mm. Preferably, the first film also has a thickness of at least about 0 01 
mm; more preferably, at least about 0.03 mm; more preferably, at least about 0.04 mm; more preferably at least about 
0.06 mm; and more preferably, at least about 0.07 mm. 

[0076] Preferably, the first film according to the present invention comprises a total of from 1 to 20 layers- more pref- 
erably, from 1 to 10 layers; more preferably, from 1 to 8 layers; more preferably, from 1 to 6 layers. Preferably the mul- 
tilayer film of the invention consists of 1. 2, 3, 4. 5, 6, 7, 8, 9, 10, 11, or 12 layers. While adjacent layers can have 
Identical or similar compositions, preferably, adjacent layers have different compositions. 

[0077] The first heat-shrinkable film of the present invention can be in^diated and/or corona treated The term "irra- 
diation" refers to subjecting a film material to radiation such as corona discharge, plasma, flame ultraviolet X-ray 
gamma ray beta ray and high energy electron treatment, any of which can alter the surface of the film and/or'induce 
crosslmking between molecules of the polymers contained therein. The use of ionizing radiation for crosslinking poly- 
mers present in a film structure is disclosed in U.S. Patent No. 4,064,296 (Bomstein et al.), hereby incorporated in its 
entirety by reference thereto. Irradiation can produce a cross-linked polymer network and enhances the orientation 
process used m making the first heat-shrinkable film. In addition, the process of irradiation can improve the impact 
strength of the first heat-shrinkable film. It has also been discovered that for certain preferred films of this invention the 
process of irradiation can improve the total free shrink of the first film, especially at higher dosages. This discovery'can 
be utilized to produce a first heat-shrinkable film which has a total free shrink closer to that of the second heat-shrink- 
able film, thereby providing good compatibility between the total free shrink of the fiist film and the second-film This 
compatibility of total free shrink can provide a superior patch bag exhibiting lower punctures and other leakers Irradia- 
tion can also improve the inter-ply adhesion between the various layers of the first film, if the first film is a multilayerfilm 
[0078] Radiation dosages are referred to herein in terms of the radiation unit -RAD", with one million RADS also 
known as a megarad, being designated as "MR", or, in terms of the radiation unit kiloGray (kGy), with 1 0 kiloGrays rep- 
resenting 1 MR, as known to those of skill in the art. To produce crosslinking, the polymer is subjected to a suitable radi- 
ation dosage of high energy electrons, preferably using an electron accelerator, with a dosage level being determined 
by standard dosimetry methods. A suitable radiation dosage of high energy electrons is in the range of up to about 13- 
200 kGy more preferably about 30-175 kGy more preferably, 50-150 kGy Preferably, the radiation dosage is at least 
about 20 kGy; more preferably, at least 40 kGy; more preferably, at least 50 kGy; more preferably, at least 60 kGy- more 
preferably at least 70 kGy; more preferably, at least 80 kGy; more preferably at least 90 kGy; more preferably at least 
100 kGy; more preferably, at least 110 kGy; more preferably at least 120 kGy; and more preferably at least 125 kGy 
Preferably, the radiation dosage is less than 300 kGy; and more preferably, less than 200 kGy. Preferably irradiation is 
earned out by an electron accelerator and the dosage level is detemiined by standard dosimetry methods However 
other accelerators such as a Van de Graaf or resonating transfomner may be used. The radiation is not limited to elec- 
trons from an accelerator since any ionizing radiation may be used. A preferred amount of radiation is dependent upon 
the film and its end use. 

[0079] Preferably, the difference between the total free shrink of the second film and the total free shrink of the first 
film, both measured at a5'>C is less than about 60%, 50%, 40%, 35%. 30%. 25%. 

(0080J Various combinations of layers can be used in the fomiation of tf^e first heat-shrinkable film according to the 
invention. Given below are some examples of prefen-ed combinations in which letters are used to represent film layers 
Although only 1 through 3-layer embodiments are provided here for illustrative purposes, the multilayer films of the 
invention also can include more layers, as follows: 

represents a first component comprising an ethylene/alpha-olefin copolymer having a density greater than 
about 0.91 5 g/cm-^, as described in the description of the first component. 

represents a second component comprising a heterogeneous ethylene/alpha-olefin copolymer having a density 
of less than about 0.91 5 g/cm^, as described in the description of the second component. 
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"C" represents a polymer comprising at least one member selected from the group consisting of polyolefin, polysty- 
rene, polyamide, polyester, and polyurethane, as described in the description of the second layer. 

"X" represents a layer comprising an ethylene/alpha-olettn copolymer having a density greater than about 0.915 
g/cm^. as described in the description of the first component. 
5 "Y" represents a layer containing a second component comprising heterogeneous ethylene/alpha-olefin copolymer 
having a density of less than about 0.915 g/cm^, as described in the description of the second component. 

"Z" represents a layer comprising at least one member selected from the group consisting of polyolefin, polysty- 
rene, polyamide, polyester, and polyurethane, as described in the description of the second layer. 

w [0081] The film maybe a monolayer film comprising (1) A and B, or (2) A, B, & C. Some preferred two layer films are 
represented in Table II, below. 



Table II 



30 



35 



Film# 


1^* layer 


2"^"^ layer 


1 


A 


B 


2 


A 


B+A 


3 


A 


B+C 


4 


A 


B+C+A 


5 


B 


A+B 


6 


B 


A+C 


7 


B 


A+B+C 


8 


A+B 


C 


9 


A-hB 


A+B 


10 


A+B 


A+C 


11 


A+B 


B+C 


12 


A+C 


B+C 


13 


B+C 


A+B 


14 


B+C 


A+C 



[0082] Some preferred three layer films include: X / Y / X; X / Y / Z; Y / X / Y; Y / X / Z; X / Z / Y; A+ B / 2 / C; A+C / 
Z / B; and, B+C / Z / A. In any one of these multilayer structures, a plurality of layers may be formed of the same or dif- 
40 ferent modified compositions and one or more tie-layers added. 

EXAMPLES 

[0083] The identity of the resins utilized in Examples 1-11 is as follows: 

45 



Table III 



Resin Code 


Commercial Name 


Melt Index 


Density (gm/cm'^) 


Comonomer 
Type/Comonomer 
Content 


Manufacturer 


VLDPE No. 1 


ATTANE® 4203 


0.8 


0.905 


11.5%/ Cg 


Dow 


LLDPE No. 1 


DOWLEX® 
2045.03 


1,1 


0.920 


6.5% / Cg 


Dow 


LLDPE No. 2 


SCLAIR® 11 CI 


0.8 


0.918 




Nova Chemicals 
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Table III (continued) 



Resin Code 


Commercial Name 


Melt Index 


Density (gm/cm^) 


Comonomer 
Type/Comonomer 
Content 


Manufacturer 


EVA No. 1 


ESCORENE® 
LD318.92 


2.0 


0.930 


Vinyl acetate / 9% 


Exxon Chemical 
Company 


P\/A O 


bbOtJnbNb^ 
LD761.36 


5.7 


0.950 


Vinyl acetate / 28% 


Exxon Chemical 
Company 


Additive No. 1 


L-710-AB (anti- 
block &UV fluores- 
cence additive) 


4.5 


0.945 


N/A 


Bayshore Indus- 
trial, Inc. 


HE AO No. 1 


AFFINITY® DPF 
1150.01 


0.9 


0.900 


Cg/ 12.5% 


Dow 



Example 1; Patch Film No. 1 (Comparative) 
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[0084] A coextruded, two-ply tubular tape was cast, having a thickness of about 17 mils, containing an "A Layer- 
making up 82 percent of the tape thickness and a "B Layer" making up 18 percent of the tape thickness The A Layer 
was composed of a blend of 87 weight percent VLDPE No. 1 , 10 weight percent EVA No. 1 . and 3 weight percent Addi- 
tive Package No. 1 . The B Layer was composed of 1 00% EVA No. 2. The two-ply tubing was cooled to a solid phase in 
a water bath, and electronically crosslinked with an exposure level of 90 to 1 10 kilograys (kGy). 

[0085] The resulting crosslinked two-ply tubing was heated by hot water at 205-21 2^F and subsequently oriented 
by being drawn and stretched approximately 300 to 330 percent, in each of the machine and transverse directions 
respectively using a trapped bubble of air held between two sets of nip mils. The orientation produced a 2 25 mil thick 
two-ply film in the form of a tube. 
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Table IV 



Layer Designation 


Layer Function 


Layer Chemical Identity 


Layer Thickness (mils) 


A 


Outside, Puncture Resistant 


87% VLDPE No. 1 
10% EVA No. 1 
3% Additive Pkg. No. 1 


1.84 


B 


Interior Tie 


100% EVA No. 2 


0.41 



[0086] Film No. 1 was determined to have free shrink at 185-F (via ASTM 2732) and an instrumented impact (via 
ASTM D3763) as set forth in Table VIII below. 

[0087] An alternative to Patch Film No. 1 is a two-layer film with thickness of about 2.25 mils, with about 82 percent 
of the film thickness being the A Layer, and about 18 percent of the film thickness being the B Layer which was the 
inside layer of the 2.ply tubing. This film could be pmduced using a flat die, rather than a circular die, followed by cool- 
ing, crosslinking, heating, and orientation. 



Example 2: Patch Film No. 2 



[0088] Patch Film No. 2 was prepared by the same processes employed to make Patch Film No. 2, with the excep- 
tion that in Patch Film No. 2, the A Layer was composed of a blend of 43.5 weight percent LLDPE No 1 43 5 weight 
percent VLDPE No. 1 , 1 0 weight percent EVA No. 1 . and 3 percent Additive Package No. 1 . The B Layer which was the 
inside layer of the 2-ply tubing, was identical to the B Layer in Patch Film No. 1. Also in Patch Film No 2 the A Layer 
made up 82 weight percent of the tape thickness and the B Layer made up 1 8 percent of the tape thickness Patch Film 
No. 2 free shnnk and instrumented impact results are shown in Table VIII. below. 



BNSDOCID: <EP 1095e74A2_l.> 



13 



EP:1 095 874 A2 



Example 3: Patch Film No. 3 (Comparative) 

[0089] Patch Film No. 3 was prepared by the same processes employed to make Patch Film No. 1 , with the excep- 
tion that in Patch Film No. 3, the A Layer was composed of a blend of 87 weight percent LLDPE No. 1, 10 weight percent 
EVA No. 1 , and 3 weight percent Additive Package No. 1 . The B Layer was identical to B Layer in Patch Film No. 1 , and 
was the inside layer of the two-ply tubing. Also in Patch Film No. 3, the A Layer made up 82 percent of the tape thick- 
ness, and the B Layer made up 1 8 percent of the tape thickness. Free shrink and instrumented impact results for Patch 
Film No. 3 are provided in Table VIII below. Patch Film No. 3 was a comparative as it did not contain VLDPE. 



Table V 



Film No. 


Free Shrink 
@185°F 
(%) 


Impact 
Peak Load 
(N) 


Indexed Peak 
Load (N/mil) 


Impact 
Energy to 
Break (J) 


Indexed 
Impact 
Energy 
(J/mil) 


Thickness 
(mil) 


Composition Pro- 
viding Impact (% in 
outer layer) 


1 


75 


159 


60 


2.2 


0.83 


2.64 


87% VLDPE #1 
10% EVA#1 


2 


61 


192 


71 


3.0 


1.11 


2.71 


43.5% VLDPE #1 
43.5% LLDPE #1 
10% EVA#1 


3 


49 


195 


78 


2.9 


1.16 


2.50 


87% LLDPE #1 
10% EVA#1 



Patch Film No. 4 

[0090] A coextruded, two-ply tubular tape was cast, having a thickness of about 26 mils, the tape having an A Layer 
making up 85 percent of the tape thickness and aB Layer making up 15 percent of the tape thickness. The A Layer was 
composed of 75 weight percent VLDPE No. 1 , 20.5 weight percent LLDPE No. 2, and 4.5 weight percent Additive Pack- 
age No. 1 . The B Layer, which was the inside layer of the two-ply tubing, was composed of 1 00 weight percent EVA No, 
2. The two-ply tubing was cooled to a solid phase in a water bath, and electronically crosslinked with a 500 keV beam 
to a level from about 90-1 10 kGy 

[0091] The resulting crosslinked two-ply tubing was heated by steam at about 220 to 226"F and then by hot air at 
about 270 to 275^F Subsequently, orientation was performed by drawing and stretching to approximately 320 to 400 
percent in each of the machine and transverse directions respectively, using a trapped bubble of air held between two 
sets of nip rolls. The orientation produced a 2.25 mil two-ply film in the form of a tube. 

[0092] After orientation, the resulting tube of heat-shrinkable lay-flat tubing was passed through a pair of heated nip 
rolls, causing the internal B Layer to bond to itself as the tube was collapsed, in accordance with U.S. Patent No. 
4,765,857, to Ferguson, the entirety of which is hereby incorporated by reference thereto. This rendered a four-ply film, 
with the middle plies being the inside B layer of the tubing bonded to itself. The resulting film had a nominal thickness 
of 4.5 mils. Patch Film No. 4 was composed of the above three layers, the middle layer being composed of the inside 
layer of the tubing. Patch Film No. 4 was determined to have free shrink at 1 85°F (via ASTM 2732) and an instrumented 
impact (via ASTM D3763) as set forth in Table VIII below. The composition of Patch Film No. 4 is set forth in Table VI, 
below. 



Table VI 



Layer Designation 


Layer Function 


Layer Chemical Identity 


Layer Thickness (mils) 


A 


Outside, Puncture-Resistant 


75% VLDPE No. 1 
20.5% LLDPE No. 2 
4.5% Additive Pkg. No. 1 


1.91 


B 


Inner, tie and self-weld 


100% EVA No. 2 


0.34 
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[0093] An alternative to Patch Film No. 4 is a two-ply flat film (i.e., non-annular film) with thickness of about 4 5 mils 
with about 82 percent of the film composed of A Layer and about 1 8 percent of the film composed of B Layer This film 
could be produced using a flat die, rather than a circular die, followed by cooling, crosslinking. heating, and orientation. 

5 Patch Film No. 5 (Comparative) 

[0094] Patch Film No. 5 was prepared by the same processes employed to make Patch Film No 4 with the excep- 
tion that in Patch Film No. 5. the A Layer was composed of 95.5 weight percent VLDPE No. 1 and 4 5 weight percent 
of Additive Package No. 1 . The B Layer was identical to the B Layer in Patch Film No. 4. Also in Patch Film No 5 the 
10 A Layer made up 85 percent of the tape thickness, while the B Layer, which was the inside layer of the tubing made up 
the remaining 15 percent of the tape thickness. The Patch Film No. 5 free shrink. Instrumented impact and' Standard 
Covered Bone Puncture Bag Drop Test results are set forth below in Table VIII. 

Patch Film No. 6 (Comparative) 

15 

[0095] Patch Film No. 6 was prepared by the same processes employed to make Patch Film No 4 with the excep- 
tion that in Patch Rim No. 6, the A Layer was composed of 95.5 weight percent LLDPE No. 2 and 4.5 weight percent of 
Additive Package No. 1. The B Layer was identical to the B Layer in Patch Film No. 4. Also in Patch Film No 6 the A 
Layer made up 85 percent of the tape thickness, while the B Layer, which was the inside layer of the tubing made up 
the remaining 15 percent of the tape thickness. The Patch Film No. 6 free shrink, instrumented impact and' Standard 
Covered Bone Puncture Bag Drop Test results are set forth below in Table VIII. Patch Film No. 6 is a comparative patch 
film because it does not contain any VLDPE. 
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Patch Film No. 7 (Comparative) 

[0096] Patch Film No. 7 was prepared by the same processes employed to make Patch Film No. 4 with the excep- 
tion that Patch Film No. 7 was composed of five layers having a C/A/B//B/A/C. The C Layer was composed of 75 weight 
percent VLDPE No. 1. 20.5 weight percent LLDPE No. 2, and 4.5 weight percent of Additive Package No 1 The B 
Layer was identical to the B Layer in Patch Film No. 4. The A Layer was composed of 50 weight percent homogeneous 
ethylene/alpha-olefin No. 1 ("HEAD No. 1 "), 45.5 weight percent LLDPE No. 2. and 4.5 weight percent Additive Package 
No. 1 . Also in Patch Film No. 7. the A Layer made up 60 percent of the tape thickness, the B Layer made up 15 peixSent 
of the tape thickness, and layer C made up 25 percent of the tape thickness. 
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Table VII 





Layer Designation 


Layer Function 


Layer Chemical Identity 


Layer Thickness (mils) 




C 


Outside. Puncture-Resistant 


75% VLDPE No. 1 


0.56 


40 






20.5% LLDPE No. 2 








4.5% Additive Pkg. No. 1 






B 


Interior Tie and Self Weld 


100% EVA No. 2 


0.34 




A 


Inner, Puncture-Resistant 


50% HEAO No. 1 


1.35 


45 






45.5% LLDPE NO. 2 
4.5% Additive Pkg. No. 1 





[0097] The Patch Rim No. 7 free shrink, instrumented impact, and Standard Covered Bone Puncture Bag Drop Test 
50 results are shown in Table VII I. below. Patch Film No. 7 is a comparative patch film because the majority layer was made 
up of a blend of 50 weight percent homogeneous ethylene/alpha olefin copolymer and 45.5 weight percent LLDPE 
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Table VIII 



5 
10 


Film 
# 


Free 

Shrink 

@185°F 

(%) 


Impact 
Peak 
Load 
(N) 


Indexed 
Peak 
Load 
(N/mil) 


Impact 
Energy 
to 

Break 

(J) 


Indexed 
Energy 
to Break 
(J/mil) 


Thickness 
(mil) 


Standard 
Rib Drop 
Test (%); 
(n = 96) 


Compositi 
on of 
Majority 
Layer 


15 


4 


55 


530 




9.4 


1.74 


5.4 


25 


Blend of 
VLDPE 
& LLDPE 




5 


57 


527 


98 


9.5 


1.75 


5.4 


33.3 


VLDPE 


20 


6 


28 


455 


lOI 


6.3 


1.40 


4.5 


37.5 


LLDPE 


25 


7 


48 


482 


93 


8.0 


1.54 


5.2 


43.8 


Blend of 
HEAO& 
LLDPE 



4c 4 4c 

30 The Standard Rib Drop Test 

The Standard Rib Drop Test was carried out as follows. Two pieces of split beef back- 
ribs (total package weight of from 4 to 5 poimds) were placed in a 7 inch wide, 24 inch long end- 

35 

seal patch bag termed a "wide-patch bag" due to the fact that the patches extend past the side 
edges of the bag. The bag film was as set forth in Table L above, and had a thickness of 2.4 
40 mils. Only the patch film varied with the test being conducted- The patch bag had a patch 

adhered to each lay- flat side thereof, with each of the patches having a length of 1 9 inches and a 
width of 81'2 inches. The lower edge of the patches was positioned approximately 5/16 inch 

45 

above the end-seal of the bag. The patches extended past the bag side edges, with the 
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30 



35 



40 



overhanging ponions of the patches being adhered to one another The uppermost 4 11/16 
inches of the bag was not covered by a patch on either lay-flat side thereof. The patch bag, 
having the two split beef back ribs therein, was placed in a Cryovac® Model 8600B-18 rotar>' 
chamber vacuum packaging machine, which evacuated the air from the bag and sealed the bag 
shut, and trimmed off the excess bag length. The resulting package was then run through a 
Cryovac'' Model 6570E hot water shrink tunnel in which the water temperature was 200^F. The 
bag shrunk tight to the product as a result of passing through the shrink tunnel. 

The test data was generated as follows. Six different patch formulations were tested to 
determine puncture resistance in actual use. The patch bags for each of the formulations were 
tested v.ixh six different sets of split beef back ribs, with 1 6 ribs per set. For the first rib set, the 
first patch bag formulation was tested by packaging the ribs in pairs in each of eight patch bags 
of a first formulation. The packages were evacuated, sealed, and excess length removed, as 
described above. Then, each evacuated package was placed on edge, i.e., rib ends down (the 
most vulnerable position), m a 400 mm wide by 600 mm long by 235 mm high cardboard box 
made by Weyerhauser, of Amarillo, Texas, the box being of a type known as XB3-07046. The 
box, having the eight packages therein, each with rib ends down, was dropped one time from a 
height of 3 feet, using an Accu Drop® 130 drop tester, produced by M.T. Lab, Lab Division, of 
Onondaga Street, Skaneateles, New York, 1 3 1 52. The packages were then removed from the 
box and inflated with air while submerged, to determine if the patch was punctured- The total 
number of packages with punctured patches (i.e., leakers) were recorded for the set of eight 
packages tested. 



50 Bone Puncture was measured according to the Standard Covered Bone Punccurc Bag Drop Test described above. 
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The ribs in the bags tested were then removed from the tested bags and loaded into a 
second set of eight patch bags, each being of the second patch formulation, which of course 
differed from the first patch formulation. The test was then repeated in the same manner in 
which the first set of patch bags was tested, i.e., as described above; again for a third set of patch 
bags, and so on, until all 6 different sets of patch bags had been tested with the same set of split 
beef back ribs. A total of 48 bags were dropped to generate this data set. 

However, since the ribs, at least in theory, could have been dulled by repetitive drops, 
repetitive testing was structured to allow each set of patch bags to be the first set tested with a 
fresh set of ribs, the second set tested, and so on. In order to carry this out, a second data set was 
generated in a manner identical to the generation of the first data set, except that the second patch 
bag formulation was the first tested, etc, with the first formulation being the last tested in the set, 
and the order of testing otherwise being the same. Then yet a third data set was generated with 
the third patch bag formulation being the first tested, etc, up through six different data sets, with 
each patch bag formulation being the first tested with a particular set of ribs, the second tested, 
etc. In this manner, each set of patch bags was subjected to a total puncture abuse which was, in 
theor>', equivalent to the other sets of patch bags tested. Then, after the six data sets were 
genisrated as a first "data grid," the entire data grid w2is repeated with the same ribs, in the same 
order as the first data grid. In total, 576 data points were generated, with each patch bag 
formulation being dropped to produce a total of 96 data points, including data from both grids. 

* * * 

[0098] Surprisingly, the bone-puncture-resistance of tine film containing the VLDPE/LLDPE blend was greater than 
if either VLDPE alone or LLDPE alone are present as the bone-puncture-resistant polynner. Compare the Standard Rib 
Drop Test result for Example 4 versus Examples 5, 6, and 7. Moreover, the patch film comprising the VLDPE-LLDPE 
blend, if substantially free of ethylene/vinyl acetate copolymer and/or homogeneous ethylene/alpha-olefin copolymer, 
i.e., preferably no more than 30 percent of these polymers (more preferably, no more than 25, 20, 15,10, 5, 0), provided 
the patch with a greater bone-puncture-resistance while also providing relatively high free shrink at, for example 85°C. 
That is, even if the patch is made from a blend of VLDPE and LLDPE. if substantial amounts of ethylene/vinyl acetate 
copolymer and/or homogeneous ethylene/alpha-olefin copolymer are present in the patch film, the bone-puncture- 
resistance is lowered. Preferably, the heat-shrinkable patch film comprises a VLDPE-LLDPE blend, with no EVA or 
homogeneous ethylene/alpha-olefin copolymer present in the patch film. 
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Patch Film No. 8 (Comparative) 

[0099] A coextruded, two-ply tubular tape was cast, having a thickness of about 26 mils, the tape having an A Layer 
making up 85% of the tape thickness and a B Layer making up 15% of the tape thickness. The A Layer was composed 
5 of 97% LLDPE No. 2 and 3 percent Additive No. 1 . The B Layer was composed of 1 00% EVA No. 2. The two-ply tubing 
was cooled to a solid phase in a water bath, and electronically crosslinked with a 500 keV beam to a level of about 90- 
110 kGy 

[0100] The resulting crosslinked two-ply tubing was heated by steam at about 220 to 226°F, followed by being 
heated by hot air at about 270°F to 275°F Subsequently, orienting was performed by drawing and stretching approxi- 

io mately 320-400%, in each of the machine and transverse directions respectively using a trapped bubble of air held 
between two sets of nip rolls. The orientation produced a nominally 2.25 mil two-ply film in the form of a tube. 
[0101] After orientation, the resulting tube of heat shrinkabte flat film was passed through a pair of heated nip rolls, 
causing the internal B Layer to bond to itself as the tube was collapsed. This rendered a four-ply film, with the middle 
plies being the inside B Layer bonded to itself. The resulting film had a nominal thickness of 4.5 mils. The composition 

15 of Film No. 8 was as set forth in Table IX, below. 



Table IX 



Layer Designation 


Layer Function 


Layer Chemical Identity 


Layer Thickness (mils) 


A 


Outer Puncture-Resistant 


97% LLDPE No. 2 
3% Additive Pkg. No. 1 


1.91 


B 


Interior Tie 


100% EVA No. 2 


0.34 



25 

[0102] Patch Film No. 8 was composed of the above three layers, the middle layer being composed of the inside 
tube layer adhered to itself. Patch Film No. 8 was determined to have free shrink at 185°F (via ASTM 2732) and an 
instrumented impact (via ASTM D3763) as set forth in Table X below. 

[0103] An alternative to Patch Film No. 8 is a two-layer film with thickness of about 4.5 mils, with about 85% of the 
30 film composed of the A Layer and about 15% of the film composed of the B Layer. This film could be produced using a 
flat die, rather than a circular die, followed by cooling, crosslinking, heating, and orientation. 

Patch Film No. 9 

35 [0104] Patch Film No. 9 was prepared by the same processes employed in Patch Film No. 8, with the exception that 
in Patch Film No. 9, the A Layer was composed of a blend of 50 weight percent VLDPE No. 1 and 47 weight percent of 
LLDPE No. 2, and 3 weight percent of Additive Package No. 1 . The B Layer was identical to the B Layer in Patch Film 
No. 8. Also, in Patch Film No. 9 the A Layer made up 85 percent of the tape thickness and the B Layer made up 1 5 per- 
cent of the tape thickness. The free shrink and instrumented impact for Patch Film No. 9 are shown in Table X, below. 

40 

Patch Film No. 10 

[0105] Patch Film No. 10 was prepared by the same processes employed in Patch Rim No. 4, with the exception 
that in Patch Film No. 1 0, the A Layer was composed of a blend of 75 weight percent VLDPE No. 1 and 23 weight per- 
45 cent of LLDPE No. 2. and 3 weight percent of Additive Package No. 1 . The B Layer was identical to the B Layer in Patch 
Film No. 8. Also, in Patch Film No. 10 the A Layer made up 85 percent of the tape thickness and the 8 Layer made up 
15 percent of the tape thickness. The free shrink and instrumented impact for Patch Film No. 10 are shown in Table X, 
below. 

50 Patch Film No. 1 1 (Comparative) 

[0106] Patch Film No. 1 1 was prepared by the same processes employed in Patch Rim No. 8. with the exception 
that in Patch Film No. 1 1. the A Layer was composed of a blend of 97 weight percent VLDPE No. 1 and 3 weight percent 
of Additive Package No. 1 . The B Layer was identical to the B Layer in Patch Film No. 8. Also, in Patch Rim No. 1 1 the 
. 55 A Layer made up 85 percent of the tape thickness and the B Layer made up 1 5 percent of the tape thickness. The free 
shrink and instrumented impact for Patch Film No. 1 1 are shown in Table X, below. 
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Table X 



5 


Patch Film 
No. 


Total Free 
Shrink 
@185°F 
(%) 


Impact 
Peak Load 
(N) 


Indexed 
Peak Load 
(N/mil) 


Impact 
Energy to 
Break (J) 


Indexed 
Energy to 
Break (J/mil) 


Thickness 
(mil) 


Composition of 
Majority Layer 


10 


8 (Compara- 
tive) 


33 


513 


112 


6.7 


1.46 


4.6 


97% LLDPE No. 2 




9 (Invention) 


36 


529 


110 


8.1 


1 .69 


4.8 


Blend ot 50 /b 
VLDPE No. 1 

AnrI 


15 
















47% LLDPE No. 2 




10 (Inven- 
tion) 


44 


509 


106 


8.0 


1.67 


4.8 


Blend of 75% 
VLDPE No. 1 

And 


20 
















23% LLDPE No. 2 




1 1 (Compar- 
ative) 


48 


479 


100 


7.5 


1.56 


4.8 


97% VLDPE No. 1 



25 [0107] Examples 8-1 1 demonstrate that films for use in patches, in accordance with the present invention, exhibit 
increased energy to break relative to various comparative films designed for use in patches. Increased energy to break 
is associated with improved performance in a Standard Rib Drop Test. 

[0108] The data from the various examples above indicates that the films of this invention (e.g., the films of Exam- 
ples 2,4,9, and 1 0) have an impact energy which is comparable or superior to the impact energy of various films of the 
30 prior art. 

[0109] It has been discovered that a mix of a high crystallinity ethylene/alpha-olefin copolymer and a low crystallin- 
ity heterogeneous ethylene/alpha-olefin copolymer is advantageous for use in a heat-shrinkable patch film adhered to 
a heat-shrinkable bag film. While the high crystallinity ethylene/alpha-olefin copolymer provides enhanced stiffness 
(i.e., enhanced modulus) and enhanced abrasion-resistance, it is difficult to stretch films dominated by highly crystalline 
35 polymers. The low crystallinity polymer provides enhanced elongation (i.e., is easier to stretch, especially at relatively 
low solid-state orientation temperatures), as well as providing greater puncture-resistance than high crystallinity ethyl- 
ene/alpha-olefin copolymers. 

[0110] Importantly, the combination of a high crystallinity ethylene/alpha-olefin copolymer and the low crystallinity 
heterogeneous ethylene/alpha-olefin copolymer can, in conjunction with crosslinking, be used to optimize the tie-chain 

40 concentration, providing an enhanced combination of properties, such as the combination of impact-resistance, punc- 
ture-resistance, and abrasion-resistance. Additionally, it is believed that the combination of high crystallinity ethyl- 
ene/alpha-olefin copolymer and low crystallinity heterogeneous ethylene/alpha-olefin copolymer can provide better 
impact strength at low temperatures, because of the presence of the low crystallinity polymer in the film. The incorpo- 
ration of the higher crystallinity component provides enhanced abrasion resistance, especially on the outer surface of 

45 the film. 

[0111] In prior art commercial patch bags, the domination of the patch film by the high crystallinity ethylene/alpha- 
olefin copolymer has impeded the ability to obtain high abrasion-resistance in combination with high free shrink, 
because the high density, high crystallinity ethylene/alpha-olefin copolymers (especially those at and above 0.92) have 
forced the patch film to have a lower total free shrink at 1 85**F than has been desired. As a result, the total free shrink 
50 of the patch has been significantly less than the total free shrink of the bag to which the film has been adhered. As a 
result, the total free shrink of patch-bag laminate has been lower than has been desired. The lower shrinkage of such 
a patch bag adversely affects the appearance of the resulting packaged product. More particularly, the highly crystalline 
LLDPE in the patch film renders such films more d'rfficult to orient. 

[0112] However, it has been discovered that this drawback can be reduced or eliminated by providing the patch with 
55 a low crystallinity heterogeneous ethylene/alpha-olefin copolymer to facilitate the orientation of the film. If the low crys- 
tallinity polymer is an ethylene/alpha-olefin copolymer, it should be a heterogeneous ethylene/alpha-olefin copolymer 
because the broader molecular weight distribution of such copolymers provides the film with an abrasion-resistance 
and an impact- resistance which is higher than if the low crystallinity polymer is a homogeneous ethylene/alpha-olefin 
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copolymer. Furthermore, the heterogeneous ethylene/alpha-olefin copolymer provides higher free shrink. Compare 
Examples 4 and 7, above. As can be seen, the use of heterogeneous ethylene/alpha-olefin copolymer with a density of 
at less than 0.915 provides superior impact strength, as measured by indexed energy to break, and superior perform- 
ance in the Standard Rib Drop Test. This is quite unexpected. 
5 [0113] Finally by providing the patch film with a total of the high crystallinity ethylene/alpha-olefin copolymer and 
the low crystallinity heterogeneous ethylene/alpha-olefin copolymer in an amount of at least 70 percent, based on total 
film weight, the film is provided with enhanced impact-resistance and abrasion-resistance properties, relative to films 
which contain other components, such as ethylene/vinyl acetate copolymer, in an amount greater than 30 percent, 
based on total film weight. 

w [01 1 4] Although in general the bag according to the present invention can be used in the packaging of any product, 
the bag of the present invention is especially advantageous for the packaging of food products, especially fresh meat 
products comprising bone, especially cut bone ends present at or near the surface of the fresh meat product. Preferably 
the meat product comprises at least one member selected from the group consisting of poultry, pork, beef, lamb, goat! 
horse, and fish. More preferably the meat product comprises at least one member selected from the group consisting 
15 of ham, sparerib, picnic, back rib, short loin, short rib, whole turkey, and pork loin. Still more preferably the meat product 
comprises bone-in ham. including both smoked and processed ham, fresh bone-in ham. turkey chicken, and beef 
shank. Ribs are a particularly preferred cut for packaging in the patch bag of the present invention. 
[0115] Although the present invention has been described in connection with the preferred embodiments, it is to be 
understood that modifications and variations may be utilized without departing from the principles and scope of the 
invention, as those skilled in the art will readily understand. Accordingly such modifications may be practiced within the 
scope of the following claims. 

Claims 

25 1. A patch bag comprising a heat-shrinkable patch adhered to a heat-shrinkable bag, the heat-shrinkable patch com- 
prising a first heat-shrinkable film and the heat-shrinkable bag comprising a second heat-shrinkable film, the. first 
heat-shrinkable film comprising; 

A) a first component comprising an] ethylene/alpha-olefin copolymer having a density greater than about 0.915 
g/cm^, present in an amount of at least about 5 percent , based on a total weight of the first film; and 

B) a second component comprising heterogeneous ethylene/alpha-olefin copolymer having a density of less 
than about 0.915 g/cm^, wherein the second component is present in the first film in an amount of at least 
about 5 percent, based on the total weight of the first film; and 

wherein the first and second components ethylene/alpha-olefin copolymer having a density greater than about 
35 0.915 g/cm^ and heterogeneous ethylene/alpha-olefin copolymer having a density of less than about 0.915 

g/cvnP together make up at least 70 percent of the total weight of the first film. 

2. The patch bag according to Claim 1 , wherein the first component ethylene/alpha-olefin copolymer having a density 
greater than about 0.915 g/cm^ and the second component heterogeneous ethylene/alpha-olefin copolymer having 

40 a density of less than about 0.915 g/cm^ are present in separate layers of the first heat-shrinkable film. 

3. The patch bag according to Claim 1 , wherein the first heat shrinkable film has a layer containing a blend of the first 
component ethylene/alpha-olefin copolymer having a density greater than about 0.915 g/cm^ and the second com- 
ponent heterogeneous ethylene/alpha-olefin copolymer having a density of less than about 0.915 g/cm^, wherein 

45 the first component ethylene/alpha-olefin copolymer having a density greater than about 0.91 5 o/cm ^ is present in 

the blend in an amount of from about 5 to 95 percent, based on the weight of the layer, and the second component 
heterogeneous ethylene/alpha-olefin copolymer having a density of less than about 0.915 g/crrfl is present in the 
blend in an amount of from about 5 to 95 percent, based on the weight of the layer, and wherein the first component 
ethylene/alpha-olefin copolymer having a density greater than about 0.915 g/cm^ and the [second component het- 

5o erogeneous ethylene/alpha-olefin copolymer having a density of less than about 0.91 5 g/cm^ together make up at 
least 70 percent of the total weight of the layer. 

The patch bag according to Claim 3. wherein both the first and second heat-shrinkable films each have a total free 
shrink, at 185*^F, of at least 35 percent, and the first component ethylene/alpha-olefin copolymer having a density 
greater than about 0.91 5 g/cm^ comprises linear low density polyethylene in an amount of from about 1 0 to 50 per- 
cent, based on total blend weight, and the second component heterogeneous ethylene/alpha-olefin copolymer hav- 
ing a density of less than about 0.915 g/cm^ comprises very low density polyethylene in an amount of from about 
50 to 90 weight percent, based on total blend weight, with the blend optionally comprising a homogeneous ethyl- 
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ene/alpha-olefin copolymer having a density of from about 0.88 to 0.91 5 g/cm^ in an amount of from about 0 to 30 
percent, based on total blend weight, with the blend being present in an amount of at least 70 weight percent, 
based on layer weight, in a layer having a thickness of at least about 0.6 mil. 

5 5. The patch bag according to Claim 3, wherein the blend comprises very low density polyethylene in an amount of 
from about 60 to 95 weight percent, based on total blend weight, and linear low density polyethylene in an amount 
of from about 5 to 40 percent. 

6. The patch bag according to Claim 3, wherein the blend comprises at least 75 percent of the patch, based on total 
10 patch weight. 

7. The patch bag according to Claim 3, wherein the patch bag exhibits a Standard Rib Drop Test failure rate of less 
than 35 percent. 

15 a. The patch bag according to Claim 3, wherein the patch is substantially free of homogeneous ethylene/alpha-olefin 
copolymer 

9. The patch bag according to Claim 3, wherein the blend comprises homogeneous ethylene/alpha-olefin copolymer 
in an amount of from about 1 to about 20 percent, based on blend weight. 

20 

10. The patch bag according to Claim 3, wherein the blend further comprises up to 15 weight percent of at least one 
member selected from the group consisting of slip, filler, pigment, dye, radiation stabilizer, antioxidant, fluorescence 
additive, antistatic agent, elastomer, and viscosity-modifying agent. 

25 11. The patch bag according to Claim 3. wherein the patch comprises very low density polyethylene in an amount of 
from about 70 to 80 weight percent, and linear low density polyethylene in an amount of from about 20 to 30 weight 
percent. 

12. The patch bag according to Claim 3, wherein the patch is a monolayer film. 

30 

13. The patch bag according to Claim 3, wherein the bag comprises a first biaxiaily-oriented, heat-shrinkable film com- 
prising an outside abuse layer, an inner 02-ban'ier layer, and an inside-sealant layer, and the patch comprises a 
second biaxiaily-oriented, heat-shrinkable film. 

35 14. The patch bag according to Claim 3, wherein the patch is adhered to an outside surface of the bag. 

15. The patch bag according to Claim 3, wherein the first heat-shrinkable film has an impact strength of at least 0.6 
Joules per mil. 

40 16. The patch bag according to Claim 3, wherein the patch is a multilayer film. 

17. The patch bag according to Claim 16, wherein the patch film comprises outer layers each of which comprises the 
blend, and an inner layer comprising at least one member selected from the group consisting of ethylene/unsatu- 
rated ester copolymer, homogeneous ethylene/alpha-olefin copolymer, ethylene/unsaturated acid copolymer, and 

45 ionomer. 

18. The patch bag according to Claim 16, wherein the multilayer film comprises an inner layer welded to itself and outer 
layers each comprising the blend. 

50 19. The patch bag according to Claim 18, wherein the inner layer welded to itself comprises ethylene/vinyl acetate 
copolymer in an amount of at least 50 percent, based on the weight of the inner layer. 

20. The patch bag according to Claim 19, wherein the ethylene/vinyl acetate copolymer comprises vinyl acetate in an 
amount of from about 3 to 50 weight percent, based on the weight of the ethylene/vinyl acetate copolymer. 

55 

21. The patch bag according to Claim 16, wherein the multilayer film comprises at least two layers which comprise the 
blend. 
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22. The patch bag according to Claim 1 6, wherein the multilayer film has a symmetrical cross-section. 

23. The patch bag according to Claim 22. wherein the multilayer film comprises an inner layer comprising ethylene/vinyl 
acetate in an amount of from about 50 to 100 percent, and the film further comprises two outer layers, each of 

5 which contains the blend. 

24. The patch bag according to Claim 23, wherein the blend comprises very low density polyethylene in an amount of 
from about 70 to 80 percent and linear low density polyethylene in an amount of from about 20 to 30 percent. 

w 25. The patch bag according to Claim 24, wherein the patch further comprises an intermediate layer which also com- 
prises the blend. 
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(57) A patch bag (20) has a heat-shrinkable patch 
(24) adhered to a heat-shrinkable bag (22). The patch 
comprises an ethylene/alpha-olefin copolymer having a 
density greater than about 0.915g/cm^, this copolymer 
being present in the patch in an amount of at least about 
5 percent, based on a total patch weight. The patch also 
comprises a heterogeneous ethylene/alpha-olefin co- 
polymer having a density of less than about 0.91 Sg/cm^, 
which is also present in the patch in an amount of at 
least about 5 percent, based on total patch weight. In 



addition, the two ethylene/alpha-olefin copolymers 
make up at least 70 percent of the total patch weight. 
VLDPE is a preferred heterogeneous ethylene/alpha- 
olefin less than 0.91 5g/cc, and LLDPE is a preferred eth- 
ylene/alpha-olefin greater than 0.915g/cc. The patch 
film can be selected to exhibit a total free shrink and/or 
bone-puncture resistance which is higher than either 
VLDPE or LLDPE alone. The patch film can be selected 
to exhibit Standard Rib Drop Test results (i.e., puncture- 
resistance in actual use) superior to other patch bags. 
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